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MARKED-TIP C OPY OF TUT) AMENDMENT 
IN THE CI, ATMS 

Please cancel Claims 40 and 42 and amend Claims 39 and 41 as follows: 
-39. (Amended) A method of hydrophobizing and oleophobizing and for 
simultaneously providing a dirt- and color-repellent treatment of surfaces, of plastics, of metals, 
of textiles, leather, cellulose and starch products, and of mineral building materials, comprising: 
preparing a fluoroalkyl-functional group containing organosiloxane based composition, 
which is essentially chlorine free, by the controlled hydrolysis of at least one fluoroalkyl- 
functional group containing organosilane of formula la or lb: 

R'-(CH 2 ) 2 Si(R 2 ) y (OR) 3 . y (la) or 

R'-Y-(CH 2 ) 2 SiH x (R 2 ) y (OR) 3 . x . y (lb), 
in which R' is a mono-, oligo- or perfiuorinated alkyl group having 1-9 C atoms or a 
mono-, oligo- or perfiuorinated aryl group, Y is a CH 2 , O or S group, R 2 and R are each 
independently a linear, branched or cyclic alkyl group having 1-8 C atoms or an aryl group and 
x = 0, 1 or 2 and y = 0, 1 or 2, where (x+y)*2, at a temperature in the range of 0-120°C over a 
period of 0.5-24 hours and with thorough mixing in an alcoholic medium which contains water 
and [(1) a weak mono- or polybasic acid or (2)] 0Q a weak base or [(3)] £2) a weak mono- or 
polybasic acid and a weak base, wherein said w^fc of m and m is an alWIarW 
formula CTTTV 

H 3 , 2 NR 2 3 ( HI ) , 

wherein R 3 is a linear , branched or cyclic alkyl group having 1 -8 C atoms or » linear. branch^ 
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or cyclic aminoalkyl group having 1-8 C atoms or an a rvl group. 7=1 . 2 or 1 and g r oups R 3 ar e 
identical or different or [(4)] £3) an acidic or basic salt, the water and alkoxysilane employed 
being in a molar ratio of 2-500:1; and then 

applying the prepared fluoroalkyl-functional group containing organosiloxane based 
composition to such materials. 

41. (Amended) A method of protecting buildings and facades, comprising: 
preparing a fluoroalkyl-functional group containing organosiloxane based composition, 
which is essentially chlorine free, by the controlled hydrolysis of at least one fluoroalkyl- 
functional group containing organosilane of formula la or lb: 

R'-(CH 2 ) 2 Si(R 2 ) y (OR) 3 . y (la) or 

R'-Y-(CH 2 ) 2 SiH x (R 2 ) y (OR) 3 . x . y (lb), 
in which R 1 is a mono-, oligo- or perfluorinated alkyl group having 1-9 C atoms or a 
mono-, oligo- or perfluorinated aryl group, Y is a CH 2 , O or S group, R 2 and R are each 
independently a linear, branched or cyclic alkyl group having 1-8 C atoms or an aryl group and 
x = 0, 1 or 2 and y = 0, 1 or 2, where (x+y)<2, at a temperature in the range of 0-120°C over a 
period of 0.5-24 hours and with thorough mixing in an alcoholic medium which contains water 
and [(1) a weak mono- or polybasic acid or (2)] 0) a weak base or [(3)] (2} a weak mono- or 
polybasic acid and a weak base, wherein said weak h aS e of (T> and m is an alkvlnmin,. nf 
formula flTTV 

H 3 , 2 NE Z 3 (HI), 

wherein R 3 is a linear, branched or cyclic alkvl group ha v ing 1-8 C. atom s or a linear hranrhnH 
Or cyclic aminoalkyl group having 1-8 C atoms nr an a rvl grou p z=l. 2 or 3 anH groups R 3 are. 
identical pr different or [(4)] £3} an acidic or basic salt, the water and alkoxysilane employed 
being in a molar ratio of 2-500:1; and then 
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applying the prepared fluoroalkyl-functional group containing organosiloxane based 
composition to buildings and facades.-- 
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